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D scripti n 
Field of invention 

5 The present Invention relates to release liners for acrylic pressure-sensitive adhesive articles, and 
particularly to release liners which exhibit low temperature shock resistance- and snnooth. substantially 
uniform release characteristics. 

Background 

10 

Currently, many tapes and other pressure-sensitive adhesive-coated articles have a release liner applied 
to the adhesive during or following manufacture. The release liner is typically left in place while the article is 
laminated, converted, packaged, and shipped to ultimate users, and in many instances is left in place until 
the article is bonded to an adherend with the pressure-sensitive adhesive. Release liners are often used for" 

75 one or more of a number of purposes, including for example, preventing contamination of the adhesive 
layer, facilitating handling of the adhesive-coated article (e.g.. by providing support thereto as well as 
covering the adhesive), identifying the articles to which they are applied, roll stability of articles such as 
tapes when wound into roll form, etc. 

Some common release liners include polyethylene films and silicone-coated papers. A problem with 

20 conventional liners when used with acrylic-based pressure-sensitive adhesive layers is that the liners are 
frequentiy subject to undesirable pop-off if stretched during handling of the article or if shocked, especially 
at low temperatures. Also, in some instances, it is feared that silicone^ materials may contaminate the 
adhesive coatings or the substrate. For example, silicone materials which are. deposited on the surface of an 
automobile body panel may interfere with proper adhesion of paints thereto. 

25 

Summary of Invention 

The present Invention provides release liners for use with . articles having layers of acrylic-based 
pressure-sensitive adhesives. The release liners provided herein provide surprising low temperature shock 

30 resistance to pojs-off coupled with smooth, uniform release characteristics. The release liners provided 
h rein may be made with relatively inexpensive materials, thereby achieving cost advantages over 
conventional release materials such as silicones. 

In brief summary, release liners of the invention each comprise (1 ) a support sheet having two major 
surfaces and (2) a face layer on one of the major surfaces of the support sheet that is continuous and 

35 comprises one or more of the following: a copolymer of ethylene and at (east one polar comonomer, or a 
copolymer of propylene and at least one polar comonomer, or blends of such copolymers, wherein said 
polar comonomer has a higher surface energy than does polyethylene, the support sheet is a continuous 
film or a web and wherein said support sheet and said face layer are free of migratory plasticizers and 
silicones. The face layer and support sheet are typically coextensive over at least that portion of the liner 

40 which Is contacted to the adhesive coated portion of the article to which the liner is applied. 

Release liners of the invention can provide effective protection against contamination of an underlying 
adhesive layer, can be used to provide support to adhesive-coated articles, e.g.. adhesive tapes, during 
fabrication, conversion, storage, shipment, and application thereof, and can impart greater roll stability to 
many rolled articles such as adhesive tapes. Release liners of the invention may be made in very thin form 

45 if desired as wed as in embodiments with distinctive appearance so as to provide means for identifying 
articles to which they are applied. 

Brief Description of Drawing 

50 The invention will be further explained with reference to the dirawing, wherein: 

Figure 1 is a cross-section of a portion of an illustrative release liner of the invention shown applied to a 
tape having a pressure-sensitive adhesive coating: 
This figure, which is idealized, is not to scale and is intended to be merely illustrative and non-limiting. 

55 Detailed Description of IHustrative Embodiments 

A typical embodim nt of . release lin r.of th irivention is illustrat d in Figur 1. Release liner 10 . 
comprises support she 1 12 and face lay r 14, and opti'onal friction-enhancing layer 16. A typical application 
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for release liners of the Invention is on adh esive tap es coated with pressure-sensitive adhesive, particularly 
acrylic-base d^ adhesl ves. Release lin r tp Is shown applied to adhesive tap 20 which comprises tape 



support 22 and adhesive layer 24. Adhesive layer 24 comprises an acrylic pressure-sensitive adhesive. 
Support sheet 12 typically defines the overall strength characteristics, e.g., secant modulus, tear 
5 strength, ffexibility. extensibility, tensile strength, etc.. of release liner 10. During fabrication of release liner 
10, support 12 should be able to withstand the stresses necessary for formation of face layer 14 thereon. 
Further, a typical application of release liners 10 of the invention is on adhesive tapes and articles wherein 
release liners 10 may be subjected to substantial stresses, for instance when drawn through processing 
equipment during fabrication of an adhesive tape, during storage and shipment of the tape, or during 

10 application of the tape to a substrate. 

In many Instances, support sheet 12 will preferably provide, without breaking, a tensile force of at least 
about 0.2 pound/inch-width (3.5 Newtons/100 mm-width), typically more preferably at least about 0.5 
pound/inch-width (8.8 Newtons/100 mm-width). at a strain or elongation of about 1 percent. Depending upon 
the application for which the release liner is being prepared, support sheets which provide tower tensile 

75 forces may be useful or support sheets which provide higher tensile forces may be desirable. 

Typically, a release liner will be subjected to tensile stresses during use and it will be desired for the 
liner to elongate to some extent. In many embodiments of the invention, it will be preferred that the support 
sheet have an elongation of at least about 5 percent, i.e., it can be elongated to that extent without breaking. 
In some other embodiments, support sheet 12 will more preferably have an elongation of at least about 10 

20 percent, or even at least about 20 percent. Desired elongation for a particular embodiment of release liners 
of the invention will be dependent upon the intended application. 

It is preferred, however, that the support sheet retain sufficient structural integrity to impart dimensional 
stability to the release liner and, for example, the adhesive-coated article, when it is elongated. For instance, 
in applications where release liners of the invention are- used on foam-like adhesive, tapes jsuch as are used 

2S on weather stripping and body side moldings for automobiles, it may be preferred that the support sheet 
have a tensile force of at least about 2 pounds/inch-width (35 Newtohs/100 mm-width) at an elongation of 
about 20 percent. 

Support sheet 12 is preferably at most lowly elastic, and it is more preferably non-elastic such that 
when the release liner is stretched and the tensile forces released, it will not tend to recover and cause 

30 curling of 1 4 face layer or adhesive-coated article 20. 

Support sheet 12 may be a continuous film, e.g., an extruded or solvent coated film, or may be a web, 
e.g.. a non-woven, knit, woven, or other web, that has one or more holes and perforations therein. An 
advantage of support sheets having holes and perforations therein is that the polymeric material of the face 
layer may penetrate into, and in some instances penetrate through and saturate, the web. Such penetration 

35 typically results in mechanical fastening of support sheet 12 and face layer 14, providing a firmer bond 
therebetween than is provided by interfacial adhesion alone. The resultant release liner thus exhibits greater 
resistance to delamination with easier startability of removal typically being provided. 

Non-woven materials are preferred because they typically tend to be dimensionally deformable to a 
limited degree, but tend to resist yielding at low loads, such that the release liner will remain securely 

40 bonded to the adhesive layer when small stresses are applied thereto. For instance, non-woven webs 
providing a force of at least about 2 pounds/inch-width (35 Newtons/100 mm-width) at an elongation of 
about 20 percent are useful as support sheets in release liners of the invention for many applications. 
Typically, as the basis weight of non-woven webs is increased the force they provide at a specified strain or 
elongation increases. Thus, non-woven webs may be easily formulated to provide support sheets for liners 

45 of the Invention having desired properties. Illustrative examples of non-woven webs which may be used 
herein Include spun-bonded. po{nt-t>onded. air-laid, dry-laid, wet-laid, thermally-bonded, and resin-bonded 
webs. 

Support sheet 12 is typically between 2 and 15 mils (50 and 375 um) thick. It will be understood that 
support sheets haying thicknesses outside this range may be used, however, those which are excessively 

50 thin may tend to provide insufficient strength and thus be subject to structural failure, e.g.. tearing or 
splitting whereas those which are excessively thick may tend to be undesirably stiff. 

Some illustrative examples of materials that support sheets may be made from include one or more of 
the following: nylon, polypropylene, polyethylene, polyester, acrylic, cellulosic derivative (e.g.. cotton fabric, 
rayon, acetates, or butyrates). etc. 

55 Preferably, the r elease line r is free of agents which tend to impair p rformance of the adhesive coating 
to which they are applied. For instance, many plasticizers may undesirably affect the adhesion properties of 
pressure-sensitive adhesiv s. Also, .ag hts such as silicon s may interf r with the adhesive coatings or 
may contaminate substrates, e.g.. automobile body parts that are to be painted. Accordingly, support sheet 
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12 is free of migratory plasticizers and silicones to avoid adverse interaction with the pressure*sensitive 
adhesive layer to which the release liner Is contacted. 

Face layer 14 imparts to release liner 10 desired surface adhesion and release characteristics with 
regard to adhesive coatings to which the liner is to be applied. Face layer 14 is continuous such that 
5 support sheet 12 will not contact the adhesive coating 24 on article 20 to which liner 10 is to tse applied. 

Face layer 14 typically comprises and may consist essentially of one or more of the following: a 
copolymer of ethylene and at least one polar comonomer, i.e.. a comonomer which has a higher surface 
energy than does polyethylene, or a copolymer of propylene and at least one polar comonomer. or blends 
thereof. 

70 Some illustrative examples of copolymers that may be used In face layers of release liners of the 
Invention include copolymers of ethylene with any of methylmethacrylate, methylacrylate. ethylacrylate. 
acrylic acid, methacrylate, butyl acrylate. vinyl acetate, or maleic anhydride. Copolymers of propylene with 
such materials may also be used. For applications wherein shock resistance at very low temperatures, e.g., 
below -20 *C. copolymers of ethylene are preferred as they typically exhibit greater shock resistance at low 

IS temperature. 

A preferred embodiment which provides excellent very low temperature shock resistance and elongates 
with low stress to a limited degree below about 5 percent elongation and exhibits substantial resistance to 
stretching at higher elongations, thereby providing high tendency to remain securely laminated to a 
suk>strate. e.g.. tape, during handling, etc.. and also providing dimensional support during conversion (e.g.. 

20 lamination, slitting, etc.) and facilitating removal, is a release liner comprising a support sheet made from a 
spun-bonded web of nylon-6,6 having a basis weight of about 1 ounce/yard^ (33.8 g/m^) with a face layer 
about 3 mils (75 urn) in thickness and consisting of ethylene/vinyl acetate copolymer (28 weight percent 
vinyl acetate). Many such webs and copolymers are commercially available. 

As shown in Figure 1. in some, instances, release liners 10 of the invention may further comprise 

25 optional friction-enhancing agent 16 on the major surface of support sheet 12 opposite the major surface on 
which face layer 14 is disposed. In applications where the release liner is to be used on an adhesive-coated 
article such as dual-functional or double sided adhesive tape, e.g.. coated with a pressure-sensitive 
adhesive on one side and a heat-activated adhesive on the other side, which is wound into roll form, the 
back surface of support sheet 1 2 will be wound into contact with the heat-activated adhesive-coated side of 

30 the tape. If the support sheet and tape exhibit low friction, they may tend to move freely, resulting in poor 
roll stability. In such instances, it may be desired to select support sheet 12 from materials as described 
above which inherentiy exhibit desired friction with the tape, or to treat support sheet 12 to Increase friction 
to desired levels, e.g.. by applying friction-enhancing agent 16 thereto. Such agent may be applied in the 
form of a continuous layer or may be selectively applied in pattern form. Illustrative examples of such 

35 agents include ethylene/acrylic acid mixtures containing tackifiers which provide improved performance 
when applied to polyethylene support sheets for use on release liners used with tapes with back sides 
made of olefin-based very low tack heat-activated adhesives. 

Release liners of tiie invention may be made in opaque embodiments or may be made in at least 
partially light transmissive embodiments, e.g., premasks. Partially light transmissive embodiments may be 

40 used to facilitate application, e.g., registration, of the liner or handling of the liner and/or articles to which it 
is attached. An illustrative example of such embodiment is a clear ethyleneA/inyl acetate face layer on a 
CEREX Brand nylon support sheet. Release liners may be colored, e.g.. by incorporating coloring agents 
such as pigments and dyes, preferably non-migratory, therein. Such coloring may be used to differentiate 
release liner or adhesive-coated article embodiments and other purposes. 

4S As mentioned above, one of the unexpected advantages of release liners of the present invention is that 
they provide smooth, uniform release characteristics, i.e., the interaction with the pressure-sensitive 
adhesive is such that the force required to remove the liner therefrom remains substantially constant over a 
wide range of separation or removal rates. For instance, some release liners of tfie invention have been 
observed to provide a release force of about 1.5 pounds/inch-width (26 Newtons/100 mm-width) when 

50 removed from pressure-sensitive adhesive coating at a rate of about 12 inches/minute (30 centi- 
meters/minute) and to provide an equal release force of about 1.4 pounds/inch-width (24.5 Newtons/100 
mm-width) when removed from the same adhesive coating at a rate of about 90 inches/minute (230 
centimeters/minute). Contrarily, polyethylene release liners were observed to provide release forces of 
about 2.0 and 0.2 pounds/inch-width (35 and 3.5 Newtons/100 mm-width), respectively. The tendency of 

55 release liners of the invention to exhibit equal release forces over a wide range of separation rates is 
indicative in part of cold temperature shock resistance, particularly under conditions wherein the liner and 
. article to which it is attached are subj cted to short term but potentially substantial stress s. 
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Anoth r unexpected advantage of release liners of the invention that has been observed is that the 
Initial adhesion of some adhesives is increased by using releas liners of the invention. It has been 
observed that the proportion of ester functionality at the surface of bicomponent acrylic pressure-sensitive 
adhesives is Increased when release liners of the invention having ethyfene/vinyl acetate face layers are 
used. While we do not wish to be bound by this theory, it is believed that the Increased ester functionality is 
a transient shift within the pressure-sensitive adhesive layer that results in slightly tackier surface to the 
adhesive coating, thereby providing increased initial adhesion for bonding the adhesive-coated article to a 
substrate. 

Examples 

The invention will be further explained by the following illustrative examples which are intended to be 
nonlimiting. Unless otherwise indicated, all amounts are expressed in parts by weight. 
Unless otherwise indicated, the following abbreviations are used in the Examples: 



Abbreviation 


Meaning 


cm 


centimeter 


mm 


millimeter 


oz 


ounce 


AA 


acrylic acid 


EAA 


ethyl acrylic acid 


EEAMAH 


ethylene ethylacrylate maleic anhydride 


EVA 


ethylene vinyl acetate 


MMA 


methyl methacrylate 



Unless otherwise indicated, the following test procedures were used in the Examples. 
Release Force 

A sample is prepared by laminating the release side or surface, i.e.. the face layer, of the subject liner 
to an adhesive tape and cutting out a 1 inch x 7 inch (2.5 cm x 17.5 cm) strip. The liner is pulled away from 
the adhesive tape for a distance of about 4 inches (1 0 cm) on an Instron or equivalent tester at an angle of 
180 degrees and a crosshead speed of 12 inches/minute (30 cm/minute) and the force required to do so 
measured. 

Re-adhesion 

A sample is prepared by laminating the subject release liner to the adhesive side of a Y-4234 
Weatherstrip Attachment Tape, an acrylic foam tape with an acrylic-based pressure-sensitive adhesive on 
one side and heat-activated adhesive on the other side, available from Minnesota Mining & Manufacturing 
Company (hereinafter "SM"), and cutting a 1 inch x 4 inch (2.5 cm x 5 cm) strip. The liner is then removed 
and the adhesive laminated to cellophane available from DuPont Company. The cellophane is then removed 
on an Instron or equivalent extension tester at an angle of 180 degrees and a crosshead speed of 12 
inches/minute (30 cm/minute) to determine if there has been any contamination of the adhesive. Aging tests 
can be conducted at room temperature and 1 58 • F (70 • C). 

■40 * C Shock Resistance 

A sample is prepared by heat bonding a Y-4234 Weatherstrip Attachment Tape to a 0.5 inch x 4 inch x 
0.125 inch (1.27 cm x 10 cm x 0.32 cm) anodized aluminum plate. The release surface of the subject liner 
is then adhered to the pressure-sensitive adhesive side of the tape. Two or more samples are placed in a 
box which is then placed in a freezer overnight at a temperature ofy40*C. After at least 16 hours residence 
in the freezer, the box is shaken for about one minute; and the sample is observed for pop-off or 
delamination of the liner. 
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-40 * C Lin r Adhesion 

The release surface of a 12 inch x 0.5 inch (30 cm x 1.25 cm) piece of the subject liner Is adh red to 
the pressure-sensitive adhesive-coated side of a 12 inch x 0.5 inch (30 cm x 1.25 cm) piece of Y-4234 
Weatherstrip Attachment Tape. The exposed side of the tape is then heat bonded to a 12 inch x 1 inch (30 
cm x 2.5 cm) flat EPDM profile extrusion test strip, ethylene propylene diene monomer, thermoset rubber, 
available from Cooper Rubber Company. The sample is then placed in a -40*CJreezer overnight. 
Immediately after removal of the test strip from the freezer, the test strip with the liner is held on each end 
and twisted 180 degrees along the axial length of the sample. If no pop-off of the liner is observed, the test 
strip is twisted another 180 degrees in the same direction of rotation as the first twist for a total twist of 360 
degrees. If no pop-off of the liner Is observed, the test strip Is untwisted and formed Into a circular loop with 
the liner on the inside of the loop and observed for liner pop-off. 

5 * C Shock Resistance 

The subject release liner is laminated to a piece of primed weather strip rubber with a 421 1 Double- 
Coated Tape primed with K500 Primer. Both the tape and primer are available from 3M. The sample Is 
conditioned at 5*C for at least 12 hours. The laminated strips are then placed in a carton. The carton, 
maintained at a temperature of 5 * C, is rotated by a motor and the weather strip is observed for any pop-off 
or delaminatton of the liner at 30 minute intervals. 

Tensile Force 

A 0.5 inch x 7 inch (1.27 cm x 17.5 cm) sample of the subject release liner is elongated in an Instron or 
equivalent extension tester with a jaw separation of 5 inches (12.5 cm) and a crosshead speed of 0.5 inch 
'(1.27 cm) per minute. The force, up to 20 percent elongation of the sample, is recorded at specified 
elongations. The sample is then removed from the jaws, allowed to relax, and the final length measured. 
The data obtained with this test can be used to calculate the Secant Modulus of release liners. 

Example 1 

A release liner was made by extruding at 350 (175'C) a 3 mil (0.76 mm) thick layer of ELVAX 260, 
an EVA copolymer having a vinyl acetate content of 28 weight percent and melt index of 6 available from 
E.l. DuPont De Nemours & Company (hereinafter "DuPont"). onto a 1.0 oz/yard^ (33.8 grams/meter^) 
CEREX Brand nylon nonwoven available from James River Corporation. The non-woven was not saturated 
and fibers, protruded slightly from the uncoated side. 

Samples were tested as described in the -40 ' C Shock Resistance Test and the -40 * C Liner Adhesion 
Test. The samples passed the Shock Resistance Test and ail aspects of the Liner Adhesion Test. i.e.. the 
liner remained adhered to the adhesive during a 1 80 degree twist, a 360 degree twist, and when a circular 
loop was formed. 

Example 2 

A release liner was made as In Example 1 except that a 1 oz/yard^ (33.8 grams/meter^) CEREX Brand 
point-bonded nylon non-woven scrim was used instead of the nylon non-woven web. 
Samples were tested as in Example 1 and similar results were obtained. 

Example 3 

A release liner was made as in Example 1 except that the EVA used was ELVAX 265 (melt index of 3). 
available from OuPont. and that the EVA was extruded at the upper limit of its recommended processing 
temperature of 425 * F (21 8 * C) so that the non-woven scrim was fully saturated and substantially all of the 
fibers were coated and adhered to the EVA. The total thickness of the liner was 6 mils (0.15 mm). 

Samples were tested as in Example 1 and similar results were obtained. Samples were then tested for 
tensile force, with the results shown in Table 1. The data show that the sample has less resistance to 
stretch at 1 and 2 percent elongation than the liner in Comparative Example A, but at 20 percent elongation, 
th tensil force is greater than th liner in Comparative ExampI A. . 
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Example 4 

A release liner was made as in Example 3 but a Point*6onded CEREX Brand point-bonded nylon non- 
woven web was used as in Example 2. The total thickness was 6 mils (0.15 mm). 
5 Samples were tested as in Example 1 and similar results were obtained. Results of the liner's tensile 
force are shown in Table 1 . 

Example 5 

10 A release liner example was made as in Example 3 except that a 2.0 oz/yard^ (67.6 grams/meter^ 
CEREX Brand nonwoven was used and the total thickness was 9 mils (0.23 mm). 

Samples were tested as in Example 1 and similar results were obtained. Results of the liner's tensile 
force are shown in Table 1 . . 

75 Example 6 

This example was made as in Example 3 except that a 0.5 oz/yard^ (16.9 grams/meter^ CEREX 
nonwoven was used and the total thickness was 26 mils (0.07 mm). 

Samples were tested as In Example 1 and similar results were obtained. Results of the liner's tensile 
20 force are shown in Table 1 . 

Comparative Example A 

A release liner was made by co-extruding a. 4 mil (0.1 mm) thick polyethy lene li ner having a 
25 construction of 0.7 mil (0.018 mm) high density polyethylene, 2.6 mils (0.07 mm) medium density 
polyethylene, and 0.7 mil (0.018 mm) low density polyethylene. The high density polyethylene was 
CHEMPLEX 6109. and the low density polyethylene was NORCHEM 353. both available from Quantum 
Chemical Corporation. The medium density layer was a 40/60 blend of high and low density poly ethylenes, 
respectively. In this and the other Comparative Examples wherein a multilayer release liner was made, the 
30 middle layer was pigmented with PM 3066E1 Orange from Techmer Corporation to facilitate identification of 
the liners. The pigment is believed to have had no effect on the release properties of the subject liners. 

Both the high and low density sides of the laminate were tested as release surfaces and failed the 
-40 -C Shock Resistance Test and the 180 degree twist phase of the -40 "C Liner Adhesion Test. The 
results for tensile force are shown in Table 1. 

35 

Table 1 



45 



Ex. 


Tensile Force^ % Elongation 


FinaP Length 


1% 


2% 


5% 


7.5% 


10% 


15% 


20% 


3 


18 


31 


55 


69 


82 


107 


126 


13.2 


4 


17 


30 


51 


61 


70 


85 


98 


13.0 


A 


36 


52 


74 


80 


83 


84 


81 


13.7 


5 


29 


52 


91 


116 


134 


167 


194 


13.2 


6 


9.8 


13 


21 


26 


29 


35 


41 


13.2 



' Newtons/100 mm-width 
2 centimeters 



Examples 7 And 8 And Comparative Example B 

Release liners were tested in Examples 7 and 8 and Comparative Example B by laminating the liners 
made in Examples 3. 4. and Comparative Example A. respectively, to a Y-4243 Weatherstrip Attachment 
Tape. 

The laminates were tested for tensile force. As shown by the results which are tabulated in Table 2..the 
lln rs in Examples 7 and 8 show a greater tensile force than does the liner in Comparative &(ample B and 
that they thereby. limit the elongation and deformation of the Weatherstrip Attachment Tape. 
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Table 2 



Ex. 






Tensile Force ^ 


1 Elongation 




Rna|2 Length 


1% 


2% 


5% 


7.5% 


10% 


15% 


20% 


7 


21 


36 


65 


87 


98 


125 


148 


13.6 


8 


15 


28 


58 


74 


88 


109 


126 


13.4- 


B 


35 


53 


88 


99 


107 


119 


111 


13.8 



70 ^ Newtons/100 mm-width 

2 centinneters 



75 



20 



25 



30 



35 



Example 9 

A release liner was made by extruding a 3 mil (0.076 mm) thick layer ot EXXON No. 720.62 EVA 
copolymer having a vinyl acetate content of 19 weight percent (available from Exxon Corp.). onto a 4 mil 
(0.1 mm) thick polyethylene backing as described in Comparative Example A. The EVA was extruded onto 
the high density side of the liner. 

Samples were tested as in Example 1 . Similar results were obtained in the -40 * C Shock Resistance 
Test and the 180 degree and 360 degree twist phases of the -40 *C Liner Adhesion Tests. During the loop 
phase some slight bridging was observed. 

Examples 10 And 1-1 And Comparative Example C 

Samples of the release liner made in Example 9 were laminated to Y-4234 Weatherstrip Attachment 
Tape at room temperature and at 110* C for Examples 10 and 11, respectively. 

In Comparative Example C. the liner made in Comparative Example A was laminated to Y-4234 
Weatherstrip Attachment Tape at room temperature. 

The liners were tested for release force from the weatherstrip tape, and re-adhesion at room 
t mperature and at 70 • C, after one and six weeks of aging. The results obtained, which are tabulated in 
Table 3. show that as regards adhesion buildup, release liners of the invention exhibit comparable 
performance to polyethylene liners, and that as regards re-adhesion, no significant decline of force was 
observed, indicating no contamination of the adhesive surface. 

Table 3 



40 



45 



Ex. 




Release Force' 


Re-Adhesion^ 


RT 


70 


•c 


RT 


70 


•c 


1 


6 


1 


6 


1 


6 


1 


6 


10 


21 


230 


340 


300 


390 


1710 


2310 


1950 


1810 


11 


110 


380 


480 


260 


330 


2290 


2500 


2070 


1960 


C 


21 


830 


890 


620 


650 


1730 


2350 


2000 


1880 



^ In grams/25 mm-width at 1 and 6 weeks. 
^ In grams/25 mm-width at 1 and 6 weeks. 
^ Temperature of lamination in * C. 



Example 12 

A release liner was made by extruding a 1.5 mil (0.038 mm) thick layer of ELVAX 750. an EVA 
copolymer having a vinyl acetate content of 9 weight percent from DuPont, onto a support sheet. The EVA 
surface was laminated to a 4^05 tape Body Slide Molding Tape, a foam tap with an- acrylic-based 
pressure-sensitive adhesive on ach sidd, from 3M. 

Test results ar shown in Table 4. . . ... 



8 



EP 0 460 841 B1 



Example 13 

A release liner was made as in Example 12 except that ELVAX 450. an 18 weight percent vinyl acetate 
EVA from DuPont, was used. 

Test results are shown In Table 4. 

Example 14 

A release liner was made as in Example 12 except that ELVAX 265, a 28 weight percent vinyl acetate 
EVA from DuPont. was used. 

Test results are shown In Table 4. 

Comparative Example D 

A release liner was prepared by laminating the high density polyethylene surface of the liner made as 
in Comparative Example A to 4205 foam tape. 

The results obtained with such liner are tabulated In Table 4. 

Examples 15-17 And Comparative Example E 

Release liners in Examples 15-17 were made as In Examples 12-14, respectively. The liner In 
Comparative Example E was made as in Comparative Example O. Each of the liners was laminated to a 
5320 foam tape available from 3M. 

Test results are shown in Table 4. 

Examples 18-20 And Comparative Example F 

Examples 18-20 and Comparative Example F were made as in Examples 12-14 and Compeirative 
Example D, respectively, and laminating to 9469 transfer tape, an acrylic-based pressure- sensitive 
adhesive on a liner, from 3M. 
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T St R suits are shown in Table 4. 

Table 4 
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30 

^ in 9rams/25 mm-width at 1 and 6 weeks. 

35 ^ m grams/25 mm-width at 1 and 6 weeks. 

' Initial adhesion In grams/25 mm-width. 



^ Example 21 And Conr^parative Example G 

A three layer release liner was made by co-extruding a 4 mil (0.1 mm) thick composite having a 0.5 mil 
(0.01 mm) thick layer of 18 weight percent vinyl acetate EVA copolymer (Quantum UE631 from Quantum 
Chemical Corp.). a 3.0 mil (0.075 mm) thick layer of Chemplex 6180 h jgh density polyethylene (available 
45 from Quantum Chemical Corp.) in the middle, and a 0.5 mil (0.012 mm) thIckTayer of a 95/5 blend of 
Chevron 5755 low d ensity polye thylene from Chevron Chemical Co710063 Antiblock from Ampacet Corp. 

Both the EVA and polyethylene sides of the liner were tested for release force using a 4205 Body Side 
Molding Attachment Tape. The test was run at 12 inches/minute (30 cm/minute) and 90 inches/minute (225 
cm/minute) and results are shown in Table 5. The results of the EVA side are reported as Example 21, and 
50 those of the polyethylene side as Comparative Example G. 

Example 22 And Comparative Example H 

A release liner was made as in Example 21 except that the polyethyl ene used was DFDA 1137. a very 
55 low density polyethylene (VLDPE) from Union Carbide Corp., and the thicknesses of the layers were as 
follows: EVA layer was O.l mil (0.027 mm), LOPE was 3 mils (0.076mm), and VLDPE was 0.4 mil (0.01 
nrim). 
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The results of the EVA side are reported as Example 22, and those of the polyethyten sid as 
Comparativ Example H. 



Table 5 



Release Force 



10 



IS 



20 



25 



30 



Ex 

21 (EVA side) 
G (LDPE side) 

22 (EVA side) 



Slow 



180 
350 
250 

H (VLDPE side) 200 



Fast 

170 

190 

340 

150 



^ Grams/25 mm-width^ tested at 30 cm/minute and 230 
cm/minute, respectively. 



Example 23 

A release liner was made by co-extruding a Q.125 mm thick film having a layer of 0.020 mm thick 
ethylene methylmethacryfate (EMMA), a layer of 0.085 mm thick low density polyethylene (B128 from Ube 
Industries, Ltd.) in the middle, and a layer of 0.020 mm thick F022NH low density polyethylene from Ube 
Industries, Ltd. The EMMA was CM2005 having a methyl methacrylate (MMA) content of 25 weight percent. 

The sample was tested for release force at room temperature and at 5 • C, and for the time at which 
pop-off had occurred at 5 * C. Test results are summarized in Table 6. 



Example 24 

A 0.145 mm thick release liner was made by co-extruding a 0.0225 mm thick release layer of WH202, 
an ethylene methyl methacrylate copolymer having a methyl methacrylate content of 20 weight percent, a 
35 0.100 mm thick layer of a polyethylene, blend, and a layer of 0.0225 F022NH low density polyethylene. The 
polyethylene blend was a 40/60 blend of HzSOOOSF and B128. 

The liner was tested as in Example 23. and results are summarized in Table 6. 



Examples 25-27 

40 

In Examples 25-27, release liners were prepared as in Example 24 with EMMA copolymers having 
varying methyl methacrylate contents. Example 25 had Hz5000SF as the middle and F022NH as the third 
layer. Examples 26 and 27 had Hz5000SF as the middle layer and Ml 03 available from Mitsui Petrochemi- 
cal Industries, Ltd. as the third layer. 
45 the liner was tested as in Example 23. and results are summarized in Table 6. 

Examples 28-31 



In Examples 28-31, release liners were prepared as in Example 24 except having the release layer 
so shown in Table 6. These examples show ethylene copolymers having various polar comonomers. The 
comonomers were acrylic acid (AA), methacrylic acid (MAA), and ethyl acrylate (EA). 
The liner was tested as in Example 23, and results are summarized in Table 6. 

Examples 32 And 33 

55 

In Examples 32 and 33, release liners were made as described in Example 24. except that the face 
layer was. ethylene ethylacrylate maleic anhydride. The maleic anhydrid was 3 weight percent of th 
copolymer in both cases, and the ethylacrylat was 12 weight percent and* 6 weight percent in xamples 32 
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and 33. respectively. 

The liner was tested as In Example 23. and results are summarized in TabI 6. 



Table 6 
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7 
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N0903HC 


HAA 


9 
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130 
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30 


A701 


EA 
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100 


50 


30 


31 
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EA 


19 


60 


80 


120 


32 


Tx8030 


EA/MAH 


12/3 


170 


200 


90 


33 


LX4110 


EA/MAH 


6/3 


220 


150 


60 


I* 








200 


60 


<30 



^ WD201, CM8013, CM8014, WH202, CM2005, Tx8030, and 
Lx4110 are available from Sumitomo Chemical Co. » Ltd. 
N0903HC, A701, and A702 are available from 
DuPont-Mitsui Polychemicals Co., Ltd. A201M is 
available from Mitsubishi Petrochemical Co., Ltd. 

^ Weight percent of indicated comonomer ( s ) • 

' In grams/25 mm-width. Testing at 5'C done at a 

crosshead speed of 105 inches/minute (267 cm/minute). 

* Comparative Example I was 0.125 mm polyethylene liner 
having a 0.0127 mm blend of high and low density 
polyethylene, 0.1 mm of high density polyethylene, and 
0.0127 mm of low density polyethylene. Polyethylenes 
are available as Chemplex 6109 from Quantum Chemical 
Corp. and Exxon 138.13 from Exxon Chemical, Corp. 



Examples 34-46 

Release Ijners were made as described in Example 24 except that the release layer was a mixture of 
various ethyl ne copotym rs as shown in Tabl 7. Examples 34. and 35 have HzSOOOSF.as the middle lay r 
and F022NH as the third layer. Examples 36-39. 45. and 46 have the same middle and third layers as 
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d scribed in Example 24. Examples 40-44 have as a middle layer a 40/60 blend of Hz5000SF/Z322. Th 
Z322 Is available from Ube Industries, Ltd. 



Table 7 

Face Layer ^ Comonomerl Release 2 

Ex Components MMA EA HAH AA WAA RT S*C Pop Off 

34 WD201/WH202 14,5 — — — — 120 80 30 

(55/45) 

35 CM8014/WH202 18.6 — — — — 100 110 90 

(55/45) 

36 WH202/TX8030 19.0 0.6 0.15 — — 90 100 120 

(95/5) 

37 WH202/TX8030 18.0 1.2 0.3 — — 100 100 90 

(90/10) 

38 WH202/TX8030 8.0 7.2 1.8 — — , 150 180 90 

(40/60) 

39 CM2005/TX8030 10.0 7.2 1.8 — 140 180 '90 

(40/60) 

40 WH202/A201M 8.6 — — 4.0 — 230 110 60 

(42.9/57.1) 

41 CM2005/A201M 10.7 — — 4.0 — 200 130 60 

(42.9/57.1) 

42 WH202/N0903HC 11.1 — — — 4.0 150 120 60 

(55.6/44.4) 

43 CM2005/N0903HC 13.9 — — — 4.0 160 130 60 

(55.6/44.4) 

44 CM2005/N0903HC 5.6 — — — 7.0 260 130 120 

(22.2/77.8) 

45 CM2005/VL102* 20.0 — ~ — — 100 120 120 

(80/20) 

46 CM2005/VL102 14.5 — — — — 110 110 90 

(60/40) 



^ Weight percentage of indicated cononomer ( s ) • 
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' In grams/25 mm-width. Testing at 5*C done at 102 

inches/minute (267 cm/minute). 
' VL102 is available from Sumitomo Chemical Co., Ltd. 



Example 47 

A release liner was made by coextruding a 0.021 mm. thick layer of Tx8030. a 0.104 mm thick layer of 
polyethylene as the middle layer, and a 0.025 mm thick layer of an ethylene methyl- 
methacrylate/poiyethylene blend (EMIS1A-PE). The EEAMAH had an ethylacrylate-maleic anhydride content 
of 15 weight percent. The polyethylene layer is a 40/60 blend of HzSOOOSF high density polyethylene and 
B128 low density polyethylene. The third layer was F022NH low density polyethylene. 

The liner was tested for -40 *C shock resistance and -40 *C liner adhesion. It passed the shock 
resistance test, and the 180 degree and 360 degree twist test. During the loop phase, some slight bridging 
was observed. 

Example 46 

This release liner was made as in Example 24 except that the release surface was an 80/20 blend of 
A201 M and Ax8390. Ax8390 is an ethylene ethylacrylate maleic anhydride having a 32 weight percent 
thy lacry late maleic anhydride content. 

Similar results were obtained as in Example 47. 

Various modifications and alterations of this invention will become apparent to those skilled in the art 
without departing from the scope and spirit of this invention. 

Claims 

1. A flexible release liner comprising (1) a support sheet having two major surfaces and (2) a face layer on 
one of said major surfaces that is continuous, characterized in that said face layer comprises one or 
more of the following: a copolymer of ethylene and at least one polar comonomer. or a copolymer of 
propylene and at least one polar comonomer, or blends of such copolymers, wherein said polar 
comonomer has a higher surface energy than does polyethylene, said support sheet is a continuous 
film or a web and wherein said support sheet and said face layer are free of migratory plasticizers and 
silicones. 

2. The release liner of claim 1 further characterized in at least one of the following: 

a) said support sheet has a tensile force of at least about 3.5 Newtons/100 mm-width at an 
elongation of about 1 percent; or 

b) said support sheet has a tensile force of at least about 8.8 Newtons/100 mm-width at an 
elongation of about 1 percent: or 

c) said support sheet has an elongation of at least about 5 percent; or 

d) said support sheet has an elongation of at least about 1 0 percent; or 

e) said support sheet has an elongation of at least about 20 percent; or 

f) said support sheet has a tensile force of at least about 35 Newtons/100 mm-width at an elongation 
of about 20 percent; or 

g) said support sheet has a thickness of between 50 and 375 um. 

3. The release liner of claim 1 further characterized in at least one of the following: 

a) said support sheet comprises one or more of the following: nylon, polypropylene, polyethylene, 
polyester, acrylic or callulosic derivative; or 

b) said support sheet comprises at least one of the following: a continuous film, a non-woven web. a 
knit web, or a woven web. 

.4. Th r leas lin r of claim 1 further charact rized in that said support sheet comprises a non-wpven 
web and has a tensile force of at least about 35 Newtons/100 mm-width at an elongation of about 20 • 
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percent. 

5. The release liner of claim 1 further characterized in that said face layer comprises at least one 
copolymer of ethylene or propylene with at least one of the following: methytmethacrylate, 
methyiacrylate. ethylacrylate, acrylic acid, methacrylic acid, butyl acrylate, vinyl acetate, or maleic 
anhydride. 

6. The release liner of claim 1 further characterized in that it further comprises a friction-enhancing agent 
* on the major surface of said support sheet opposite the major surface on which said face layer Is on. 

7. The release liner of claim 1 further characterized in at least one of the following: 

a) said release liner is at least partially light transmissive; or 

b) said release liner contains one or more coloring agents. 

a The release liner of claim 1 applied to a pressure-sensitive adhesive layer of an article. 

9. A foam tape characterized in that said tape comprises a foam layer, a layer of pressure-sensitive 
adhesive, and a release liner of claim 1 applied to said layer of adhesive. 

PatentansprLiche 

1. Flexibler Release-Liner, umfassend 

(1) eine Tragerfolie mit zwel groBeren Oberflachen; 

(2) eine Vorderschlcht auf einer der zwei groBeren Oberflachen, die durchgehend ist, • 

dadurch gekennzeichnet. dafl die Vorderschicht eine Oder mehrere der folgenden aufweist: ein 
Copolymer von Ethylen und mindestens einem polaren ComOnomer Oder ein Copolymer von Propylen, 
wobei das polare Comonomer eine hohere Oberflachenenergie als das Polyethylen hat und die 
Tragerfolie ein zusammenhangender Rim oder eine Bahn ist und wobei die Tragerfolie und die 
Vorderschicht von Migration yon Weichmachern und Siliconen, 

2. Release-Liner nach Anspruch 1 , ferner gekennzeichnet durch mindestens eines der folgenden: 

(a) die Tragerfolie hat eine Zugl<raft von mindestens etwa 3,5 N/100 mm Breite bei einer Dehnung 
von etwa 1 Prozent; Oder 

(b) die Tragerfolie hat eine Zugkraft von mindestens etwa 8,8 N/100 mm Breite bei einer Dehnung 
von etwa 1 Prozent: Oder 

(c) die Tragerfolie hat eine Dehnung von mindestens etwa 5 Prozent; oder 

(d) die Tragerfolie hat eine Dehnung von mindestens etwa 10 Prozent; oder 

(e) die Tragerfolie hat eine Dehnung von mindestens etwa 20 Prozent; Oder 

(f) die Tragerfolie hat eine Zugicraft von mindestens etwa 35 N/100 mm Breite bei einer Dehnung 
von etwa 20 Prozent; oder 

(g) die Tragerfolie hat eine Dicke zwischen 50 und 375 Mikrometer. 

3. Release-Liner nach /Vnspruch 1. ferner gekennzeichnet durch mindestens eines der folgenden: 

(a) die Tragerfolie umfaflt eines oder mehrere der folgenden: Nylon. Polypropylen, Polyethylen. 
Polyester, Acryl- oder Cellulose-Derivate: oder 

(b) die Tragerfolie umfaflt mindestens eines der folgenden: einen zusammenhSngenden Film, eine 
Nonwoven-Bahn. eine gewirkte Bahn oder eine gewebte Bahn. 

4. Release-Liner nach Anspruch 1, ferner dadurch gekennzeichnet, daB die Tragerfolie eine Nonwoven- 
Bahn umfaflt und eine Zugkraft von mindestens etwa 35 N/100 mm Breite bei einer Dehnung von etwa 
20 Prozent. 

5. Release-Liner nach /Vnspruch 1 , ferner dadurch gekennzeichnet, dafl die Vorderschicht mindestens ein 
Copolymer von Ethylen oder Propylen mit mindestens einem der folgenden umfaflt: Methylmethacrylat, 
Methylacrylat. Ethylacrylat. Acrylsaure, Methacrylsaure. Butylacrylat, Vinylacetat Oder Maleinsaureanh- 
ydrid. 
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6. Release-Liner nach Anspnjch 1 , femer dadurch gekennzeichnet. daS er ferner ein friktionsverstarkendes 
Mittel auf der gr6Beren Oberflache der Tragerfolie g g nUber der graseren OberflSch aufweist, auf 
der sich die Vorderschicht befindet. 

7- Release-Liner nach Anspruch 1 , ferner gekennzeichnet durch mindestens eines der folgenden: 

(a) der Release-Liner ist mindestens teilweise ilchtdurchlassig: Oder 

(b) der Release-Uner enthSIt ein Oder mehrere Farbmittet. . _ 

& Release-Liner nach Anspruch 1, aufgetragen auf eine Haftklebstoffschlcht eines Artikels. 

9. Schaumband, dadurch gekennzeichnet. daB das Band eine Schaumstoffschicht. eIne Schicht Haftkleb- 
stoff und einen Release-Liner nach Anspruch 1 . der auf der Klebstoffschicht aufgetragen ist. 

Revendlcations 

1. Revitement de separation flexible comprenant (1) une feuille de support comportant deux surfaces 
importantes et (2) une couche ext^rieure sur une de ces surfaces importantes qui est continue, 
caract^rlsd en ce que la couche ext^rieure comprend un ou plusleurs des composants suivants : un 
copolym^re d'^thyl^ne et d*au moins un comonomdre polaire ou un copolymere c!e propylene et d'au 
moins un comonomdre polaire ou des melanges de ces copolym6res, dans lequel le comonomdre 
polaire a une dnergie superficlelle plus 6\ev6e que le polyethylene, la feuille de support est un film ou 
une bande continue et dans lequel la feuille de support et la couche exterteure sont exemptes de 
plastifiants migratolres et de silicones. 

2. Revefement' de separation suivant la revendication 1, caracterisd de plus par au moins une des 
caract^ristiques suivantes : 

a) la feuille de support a une force de traction d'au moins environ 3,5 newtons/100 mm de largeur a 
un ailongement d'environ 1 %; ou 

b) la feuille de support a une force de traction d'au moins environ 8.8 newtons/100 mm de largeur a 
un ailongement d*environ 1 %; ou 

c) la feuille de support a un ailongement d'au moins environ 5 %. ou 

d) la feuille de support a un ailongement d'au moins environ 10 %; ou 

e) la feuille de support a un ailongement d'au moins environ 20 %; ou 

f) la feuille de support a une force de traction d'au moins environ 35 newtons/100 mm de largeur a 
un ailongement d'environ 20 %; ou 

g) la feuille de support a une ^paisseur entre 50 et 375 um. 

3. RevStement de separation suivant la revendication 1. caracterise de plus par au moins une des 
caracteristiques suivantes : 

a) la feuille de support comprend un ou plusieurs des composants suivants : Nylon, polypropylene, 
polyethylene, polyester, derive acrylique ou cellulosique; ou 

b) la feuille de support comprend au moins un des composants suivants : un film continu, une bande 
non tissee, une bande tricotee ou une bande tissue. 

4. Rev§tement de separation suivant la revendication 1 , caracterise de plus en ce que la feuille de support 
comprend une bande non tissee et a une force de traction d'au moins environ 35 newtons/100 mm de 
largeur h un ailongement d'environ 20 %. 

5. Revetement de separation suivant la revendication 1. caracterise de plus en ce que la couche 
extdrieure comprend au moins un copolymere d'ethyiene ou de propylene avec au moins un des 
composants suivants : methacrylate de methyle, acrylate de methyle. aery late d'ethyle. acide acrylique, 
acide m^thacrylique. acrylate de butyle. acetate de vinyle ou anhydride maieique. 

6. Revetement de separation suivant la revendication 1 . caracterise de plus en ce qu'il comprend en outre 
un agent accroissani la friction sur la surface importante de la feuille de support oppos^e h la surface 
importante sur laquelle st appliquee la surface exterjeure precitee. 
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7. Revdtement de separation suivant la revendication 1, caract^risd de plus par au moins une des 
caract^ristiques sulvantes : 

a) te revetement de separation transmet au moins partiellement la lumidre; ou 

b) le revetement de separation contient un ou plusleurs agents de coloration. 

8. Revitement de separation suivant la revendication 1, applique h une coCiche d'adhesif sensible h la 
presslon d'un article. 

9. Ruban de mousse, caracterise en ce que ledit ruban comprend une couche de mousse, une couche 
d'adhesif sensible a la pression et un revdtement de separation suivant la revendication 1 applique h la 
couche d*adhesif susdite. 
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